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pump-suction, no air being used to assist in the mixing. It is generally bhe practice to maintain a drip of a solution of lead nitrate or acetate to blie feed pipe carrying the zinc emulsion, to obtain the advantage of the lead-zinc couple. Merrill filter presses of triangular section (see Fig. 177) * are used, the solution entering at the lowest point or apex of the triangle. Phe mixing takes place partly in the upcast pipe and partly in the press.
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The iilter cloth consists of two thicknesses of hulled cotton. The clean up taken place (nice a month, when the press is opened and the filter cloths scraped and burnt or washed and replaced.
The details of the results at the  Homcstake Mill are summarised as follows :-   2
1 Clark, J////A M///., April, 1.1)1 Jt 4,li!»l.
(-lark and Bharwood, /or. r/Y.ead of the mixing cone. In this, the ^inc dust is conveyed .ixom. a hopper, A, by means of a revolving feeder to a mixing cylinder, E, where it is carried by a small stream of solution, entering at G, to the
